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JEWELRY & ENAMELING

PROCESSES

EJng
Making
p. 112

Filing
p. 25

Soldering
p, 38

Sawing
P- 31

Ring

Making

Ball
Making
p. 120

Soldering

Cleaning
p. 70

Polishing
p. 71

Sterling silver wire 14-gauge.   Make a large

ring.

Sterling silver wire 18-gauge.   Make a small

ring.

File one side of the small ring at the joint.

Solder the flattened side of the small ring over
the joint of the large ring.

CATCH

Sterling silver wire 18-gauge. Saw a piece of
wire to measure the outside diameter of the
large ring.

Make a small ring and file joint, as above.

Fine silver wire.

Make two small balls equal in size.

Solder the flattened side of the small ring to

the center of the wire length.

Solder two small balls on either end of the wire.

Connect the last two open rings of the chain

with the two small rings.

Solder the joint.

Clean in pickle.

Remove excess solder with a file and scotch

stone.

Buff with a felt buffing wheel.

Polish with a champis buffing wheel and rouge.